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(DEflEPAJIbHAH CJIY^CBA 
no HHTEJIJlEKTYAJIbHOft COECTBEHHOCTH, 
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Tejie^oH 240 60 15. TejieKC 1 14818 IlflH. OaKC 243 33 37 



Ham Wo 20/12-491 



«27» hiohh 2005 r. 



CnPABKA 



Oe^epaJIBHblH HHCTHTyT^npOMbllUJieHHOH C06CTBeHHOCTH (^aJiee - HHCTHTyT) HaCTOflmHM 

y^ocTOBepaeT, hto npujiOKeHHbie MaTepHajibi hbjihiotch tohhmm BOcnpoH3Be,aeHHeM nepBOHanajib- 
Horo 3aaBneHHfl, oriHcaHHH, 4>opMyjibi, pe(J)epaTa h nepTOKeH (ecjiH hmciotch) MOK^yHapo^HOH 3^b- 
kh JSfe PCT/RU03/00170, noAaHHOH b HHCTHxyx KaK b ITojiyHaiomee bcaomctbo b cootbctctbhh c 
floroBopoM o naTCHTHOH KOonepaaHH b anpene Mecaije 16 ahh 2003 ro^a (16.04.2003). 




CERTIFIED COPY OF 
PRIORITY DOCUMENT 



3aBe#yK)mHH OT/jejioivi 20 




A.JI.5KypaBJieB 



Korwfl fljia no/iynaiomero bgaomctbs 

PCT 



3AHBJIEHHE 

HH>Keno^nHcaBiiJnecH npocaT 
paccMaTpHBaTb HacTonmyio 

MOiCOyHapOflHyiO 3£WBKy b cootbctctbhh 

c floroBopoM o naTeHTHofi KoonepauHH. 



lannnHHfTCH nrmYHnmniHM RRfinMrrROM 



PCT/RU03 / 0 0 170 

MeamyHapoflHaH 3aaBKa Jfs: 



16 anpem 2003 fT6.04.2003) 

HaTa MOKUVHapojuoH nojaMH 



RO/RU 

H^M^m&mm^ 3asbka pct 



)ML APPLICATION 



IIITaMD 




-N° aena 3a*BHTe/ifl hjih areHTa 

(no jicejiaHuto) (ne 6ojiee 12 3hqko6) 



rpa+a i HA3BAHHE H30BPETEHHH CnOCOB I1EPEPABOTKH CYJIbOHflHOrO MHHEPAJIbHOrO 
CblPbil H KOHLJEHTPATOB 



rpaipa II 3AHBHTEJlb 



Mmh h anpec: (Oomwiua yK03bieaemcH neped uMeneM; dnn topudunecKOzo Jiutfa - noiiHoe ycmaenoe 
HauMeHoeaHue. Adpec donoiceH eKjvonamb nonmoebiu undeicc u HcueaHue cmpaHbi. Ecjiu zocydapcmeo 
Atecmootcumejibcmea entay ne oydem yK03ano i mo maKoebiM 6ydem cnumambca cmpana ytccaaHHozo e 
daHHou epacpe adpeca.) 

IIIAnOBAJlOB BanecjiaB ^mhtphcbhh 

Pocchh, 143300, MocKOBCKaa o6jiaen>, r. Hapo-OoMHHCK, yji. 
LLlH6aHKOBa 5 a. 27, kb. 37 

SHAPOVALOV Viatcheslav Dmitrievich 

RU, 143300, Moscow reg., Naro-Fominsk, ul.Shibankova, d. 27, kv. 37 



JXaHHOC JIHUO HBJWeTCJI 

TaioKe H3o6peTarejieM 



(7-095)-776- 13-55 



Tejie(J)aKC N2 



TejieKC N2 



TocyAapCTBO (m.e. cmpana) rpaacaaHCTBa: RU 


TocyiiapcTBO (m.e. cmpana) iwecr 


ojKwrejibCTBa: RU 


flaHHOe J1HUO HBJlfleTCfl 

3anBHTejieM jjjih: 


X 


Bcex yica3aHHbix r 1 Bcex yKa3aHHbix rocy- [ 1 rojibKO 
rocviiaDCTB 1 ' naocTB. kdomc CULiA 1 1 CIIIA 


1 I rocyaapCTB, yKa3aHHbix b 
1 • aonojiHHTejibHoft roa(be 


Tpa<I)a III ^PyrHE 3AABHTEJIH H/HJIM (JlPyrHE) H30EPETATEJIH 




Hmh h aapec: (&omwiux yKa3bieaemcx neped wneneM; dnx topudunecKozo ziuifa - nonnoe ycmaenoe 
nauMenoeanue. Adpec dojiotcen etoitovamb nonmoebtii undeKC u na3eanue cmpaHbi. Ecjiu zocydapcmeo 
MecmoDKumenbcmea emay ne 6ydem yna3aHO, mo maKoebuu 6ydem cnumambcn cmpana yKa3aHHOZO e 
dannoii zpacpe adpeca.) 

OOKHH KoHCTaHTHH CepreeBHH 
Pocchjj, 121069, MocKBa, yji. FIoBapcKaa, 22, kb. 4 
FOKIN Konstantin Sergeevich 
RU, 121069, Moscow, ul. Povarskaya, d. 22, kv. 4 



flaHHoe jihuo flBJiaeTCJi: 

TOJlbKO 3a«BHTeJieM 

m 3aflBHrejieM h 
H3o6peTaTe;ieM 

TOJibKO H3o6peTaxejieM 

(ecjiu noMeneno 3decb, mo He 
mpedyemcH 3anojiHHmb nuotce) 



TocyiiapCTBO (m.e. cmpaHa) rpaacnaHCTBa: RU 


Tocy^apcTBO (m.e. cmpaHa) Meci 


o>KHrejibCTBa: RU 


/JaHHoe jihuo HBjuieTCJi 
3aflBHrejneM jwh: 


X 


Bcex yKa3aHHbix | i Bcex yKa3aHHbix rocy- | | TOJibKO | | rocyaapcTB, yKa3aHHbix b 
rocvTiapcTB 1 ' jaapcTB, Kpoiwe CUIA 1 1 CiliA 1 1 nonoJiHHTejibHOH rpaibe 


| | Apyrne 33JiBHTejin h/hjih Copyrne) H3o6pexaTejiH Ha3BaHbi Ha jihctc win npojiojDKeHHfl. 


Tpa(|ia IV ArEHT HJIH OEUJHH nPE^CTABHTEJIfe; HJIH A£PEC J1JIH IIEPEIIHCKH 


JIhuo, yKa3aHHoe HH>Ke, HacrofliUHM Ha3Han acres (Ha3HaweHo) npeiiCTaBji>m> 3a«BH- 
Tejui (3aHBHTejiefi) b KOMneTeHTHbix MOKZiYHapoiXHbix opraHax b KaMecTBe: 


X 


| | o6mero 
areHTa "~ npe^cTaBHTejifl 



Amh h aapec: (<S>aMunusi yKa3bi8aemcn neped wueHeM: dnn fopuduuecKozo Jiuua - nomoe ycmaenoe 
HauMeHoeaHue. Adpec donoKen ejuuonamb nonmoebiu undeKC u Ha3eanue cmpanbt.) 

flAHHJIMHA EjieHa AneKcaH^poBHa 

Pocchh, 142190, MocKOBCKaa o6jiacTB, r.TpoHi^K-2, a/^ 7 

DANILINA Elena Alexandrovna 

RU, 142190, Moscow reg., Troitsk-2, P. O. Box 7 



□ 



Tejie(J)OH. jNs 

(7-695)-767-32-73 

t&WTTF 2003 



Tejie 



(7-095)-777-5353, ad.9723 



rioMeTHTb 3Ty KjieTKy, ecjiH areHT hjih o6iuhh npeiicTaBHTejib He Ha3HanaiOTCJi, a BMecro 
cneuHa/ibHbiH ajjpec ann neoenncKH. 




3Toro Bbime yKa3biBaeT 



BjiaHK PCT/RO/101 (nepBbiH jihct) («HBapb 1997) 



Cm. IloacHeHHfl k 6jiaHKy 3a*BJieHHH 
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JJhct N° 2 



HpoiiOJKKeiine rpa(|)bi III APyrHE 3AJ1BI1TEJIH H/HJIH tapyrHE) H30BPETATEJ1H 


Ecjih iiH oaiia in cjieayiomux noarpa<J> He ncnojib3yeTCH, 3Tot jihct He BKJUonaeTCH b 3aaBJieHue 


Mma h anpec: (OaMwiun yKa3bieaemcn neped UAteneM; dnn topudunecrcozo Jiuya - nonnoe ycmaenoe 
HauMeHoeaHue. Adpec donoiceH ewiKwamb nonmoebiu undetcc u Ha3eanue cmpaHbi. Ecjiu zocydapcmeo 
Mecmojtcumenbcmea enu3y ne 6ydem yKa3ano, mo maKoebiM 6ydem cnumambcx cmpana yK03aHHOzo e danHou 
epcxfre adpeca.) 

IIIOXHH AjieKcaimp HHKOJiaeBHH 

Pocchh, 103009, MocKBa, 1-h TpyaceHHKOB nep., r. 17, kb. 29 

SHOKHIN Aleksandr Nikolaevich 

RU, 103009, Moscow, 1 -Trugennikov per. d. 17, kv. 29 


AaHHoe jihuo aBJiaeTca: 

TOJibKO 3aflBHTeJieM 

[3 3aaBHTeaeM h | 
H3o6peraTejieM 

TOJibKO H3o6peTaTejieM 

(ecjiu noMeneno 3decb, mo He 
mpedyemcn 3anonHnmb nuotce) 


focyflapcTBO (m.e. cmpana) rpaamaHCTBa: RU 


TocyiiapcTBO (m.e. cmpaHa) MecrowHrejibCTBa: RU 


flaHHoe jihuo aBJiaeTca Bcex yKa3aHHbix ! ] Bcex yKa3aHHbix rocy- r 1 ToribKO |~-| rocy/iapcTB, yKa3aHHbix b 
3a*BHTejieM una: l^^l rocyziapcTB ' 1 aapCTB, KpOMe CLLIA 1 1 CLLJA I 1 AonojiHHTCJibHOH rpacfre 


Hmji h aapec: (<J>omwiuh yK03bieaemcn neped UMeneM; djin topuduuectcozo Jiutfa - nonn oe ycmaenoe 
HauMeHoeamte. Adpec donotcen eK/i/ouamb nonmoebiu undexc u no3eanue cmpanbi. Ecjiu zocydapcmeo 
Mecmooicuntejibcmea enu3y He 6ydem yKazano, mo maxoebtM 6ydem cnumambca cmpaHa yKC&QHHOZo e dannou 
zpa<pe adpeca.) 


AaHHoe jihuo aBJiaerca: 
TOJibKO 3aaBHrejieM 

3aaBHrejieM h 
H3o6peTareJieM 

TonbKo H3o6perarejieM 

(ecjiu noMeneno 3decb, mo ne 
mpedyemcx 3anojiH*mb nuoice) 


Tocy.oapCTBO (m.e. cmpaHa) rpaxcaaHCTBa: RU 


TocyiiapcTBO (m.e. cmpana) MecrojKHTejibCTBa: 


flaHHoe jihuo HBJiaeTCH 1 1 Bcex yica3aHHbix 1 1 Bcex yxa3aHHbix rocy- TOJibKO 1 I rocynapCTB, yKaaaHHbix b 
3a>iBHTeneM /xna: ' ' rocyjiapcTB 1 1 /japCTB, KpOMe CLLJA 1 1 CUJA 1 1 AonojiHHTejibHOH rpacfre 


Hmh h aapec: (&omwiux yK03bieaemca neped UMeneM; dnx topudunecKOZo jiuua - nonnoe ycmaenoe 
HauMeHoeanue. Adpec dojiotcen etuiKmamb nonmoebiu undercc u Ha3eaHue cmpaHbi. Ecjiu zocydapcmeo 
Mecmoofcumejibcmea enu3y ne 6ydem yK03ano, mo maKoebiM 6ydem cnumambca cmpana yKa3annozo e dannou 
zpa<pe adpeca.) 

• 


AaHHoe jihuo aBJiHerca: 
TOJibKO 3aaBHTejieM 

3aaBHTejieM h 
H3o6peTaTejieM 

TOJibKO H3o6peraTeJieM 

(ecjiu noMeneno 3decb, mo He 
mpebyemcx 3anojiH*mb Huotce) 


TocyiiapCTBO (m.e. cmpaHa) rpa>imaHCTBa: RU 


TocyAapCTBO (m.e. cmpana) MecTWKHTejibCTBa: 


£aHHoe jihuo aBJiaeTCfl 1 I Bcex yicrcaHHbix 1 | Bcex yKa3aHHbix rocy- TOJibKO ! j rocy/iapcTB, yKa3aHHbix 3 
3a>iBHTejieM win: 1 1 rocy/iapCTB 1 1 napcTB, KpOMe CUJA I 1 CLUA 1 1 jaonojiHHTejibHofi rpafte 


Hmah aapec: (&omwiuh yKa3bieaemcn neped UMeneM; djin fopudunec/cozo Jiuua - nojinoe ycmaenoe 
HauMeHoeanue. Adpec dojiztcen eKjuonamb nonmoebtu undercc u Ha3eanue cmpanbt. Ecjiu zocydapcmeo 
Mecmojicumejibcmea enujy ne 6ydem yKO3aH0, mo maKoebiM 6ydem cnumambcx cmpana yKcaaHnozo e dannou 
zpa<pe adpeca.) 


flaHHoe jihuo aBJiaerca: 
TOJibKO 3aaBHTejieM 

3aaBHrejieM h 
H3o6peTaTejieM 

TOJibKO H3o6peTarejieM 

(ecjiu noMeueno 3decb, mo ne 
mpeoyemcx 3anojiH*mb nuj/ce) 


rocyaapCTBO (m.e. cmpaHa) rpa>KflaHCTBa: 


TocyiiapcTBO (m.e. cmpana) MecrcoKHTejibCTBa: 


flaHHoe jihuo HBJiaeTCH | 1 Bcex yKa3aHHbix 1 1 Bcex yKa3aHHbix rocy- 1 | TOJibKO 1 1 rocy/oapcTB, yKa3aHHbix b 

3aaBHTCJieM Ana: 1 1 rocyiiapcrrB 1 1 aapcTB, KpoMe CLLJA 1 1 CUJA 1 1 flonojiHwrejibHofi rpacfce 


1 1 Zlpyrne 3aaBH~rejiH h/hjih (flpyrne) H3o6peTaTejin Ha3BaHbi Ha jihctc ;uia npojj,ojixceHHa. 



BjiaHK PCTVRO/101 (jihct iuia npo/aoJinceHHa) (aHBapb 1997) Cm. FIoacHeHHH k 6jiaHKy 3£WBJieHHH 



JIhct N° 3 
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rpa()>a V YKA3AHHE rOCY^APCTB I7oMem b me nyotcnbie doKCbi nuotce, donotcen 6umb omMenen kqk MunuMyM odun 6okc 




HacTOfliuHM neJiaiOTCH cjieayromHe yxa3aHH5i b cootbctctbhh c npaBHJiOM 4.9(a): 
PerMOHajibHbiH naTeHT 

g| AP IlaTeHT ARIPO: GH TaHa, GM TaM6mi, KE Kerni*, LS JlecoTO, MW ManauH, MZ Mo3aM6HK, SD CyjiaH, 

SL Cbeppa- JleoHe, SZ CBa3HJienn, TZ O&benHHeHHaa Pecny6/iHKa TaH3aHua, UG Yranaa, ZH 3aM6H*, ZW 3HM6a6Be, 
aTaioKe mo6oe apyroe rocyaapcrBO, HBJUUomeecx floroBapHBaiomHMCJi rocyjiapcTBOM npOTOKOJia Xapape h ?CT(ecnu 

ucnpauiueaemcn uhou eud oxpanbi wiu cmamyc, nanucamb na nynKmupnou jiuhuu): 

gl EA EBpa3HHCKHM naTeHT: AM ApMeHHH, AZ A3ep6aftaeaH, BY Eenapycb, KG KbiprbOCTaH, KZ Ka3axcraH, 
MD Pecny6nHKa MojiaoBa, RU PoccHftacaa OeiiepamHa, TJ TaiDKHKHCTaH, TM TypKMeHHcraH, a TaioKe Jiio6oe 
xipyroe rocyjiapcTBo, HBJunomeeca floroBapHBaiouiHMCfl rocyaapcTBOM EBpaaHHcxoH nareHTHoft kohbchumh h PCT 

SI EP EBponeficKHft naTeHT: AT ABcrpH*, BE Eeji&nw, BG Eonrapna, CH h LI IIlBefiixapH* h JlHXTeHiirreHH, CY Knnp, 
CZ HeuicKaa pecny6/iHKa, DE TepMaHH*, DK JJaHHJi, EE 3cTomw, ES HcnaHHs, FI Ohhjuhuhji, FR OpaHURH, 
GB BejiHKo6pHTaHH>i, GR rpeuHJi, IE HpJiaaaRfl, IT HTariH*, LU JlK>KceM6ypr, MC MoHaxo, NL Haaepjiaaati, 
PT IIopTyrajiHii, SE lIlBeiiHa, SI CnoBemw, SK CnoBaxRH ,TR Typww, a TaioKe jno6oe iipyroe rocynapcrBO, 
jiBJWKDiueeca JJoroBapHBaiomHMCfl rocyaapcTBOM EBponencicoH naTeHTHoft kohbchiihh h PCT 

B3 OA IlaTeHT OAPI: BF EypKHHa <J>aco, BJ Echhh, CF UeHTpanbHaa A^pHKaHCKaa pecny6jiHica, CG KoHro, CI Kot 
a'HByap, CM KaMepyH, GA Ta6oH, GN TBHHeH, GQ 3KBaTopHanbHaa Fbhhcji,GW rBHHea-EHcay, ML ManH, 
MR MaBpHTaHH*, NE Hnrep, SN CeHeraji, TD Haa, TG Toro a TaioKe nio6oe jxpyroe rocyaapcrBO, aBJiaiomeeca 
nneHOM OAPI h £oroBapHBaJomHMC* rocyaapCTBOM PCT (ecnu ucnpautueaemai uhou eud oxpanbi wiu cmamyc, nanucamb 
na nynKmupnou jiuhuu): 

HaiiHOHaJibHbiH naTeHT (ecnu ucnpauiueaemcx uhou eud oxpanbi wiu cmamyc, nanucamb na nynKmupnou jiuhuu): 



[S AE O&beaHHeHHwe Apa6cKHe 

3MHpan>i 

IS AG AnTHrya h Eap6yna 

0 AL AJi6aHH* 

13 AM ApMeHRfl 

IS AT Abctphh 

IS AU ABCTpajimi 

13 AZ A3ep6aHJDKaH 



EI GM TaM6H5i 
E3 HR XopBaTHa . 
E3 HU BeHrpH* .... 

HHHOHe3JW 



El 



Pfapamit .. 

El IN HHima 

IS Hcjianami 

JP ilnOHHfl ... 



13 BA Eochh* h TepueroBHHa. 13 KE Kchhh 

IS BB EapSaaoc ^ KG Kbiprbi3craH 

E3 BG Eojirapiw H KP KopeficKaa Hapo^HO-iieMOKpa- 

13 BR Epa3HJiH* THnecKaa pecny6jiHKa 

BY Eenapycb Ej KR Pecny6jiMKa Kopea 

BZ EenH3 

Kanaka 

and ^AJ LLlBefluapHH h JlnxTeHiirrefiH 
CN Kirrafl 



IS 

IS 

IS 

IS 

IS 
IS 




CO KojiyMOH* 

CR KocraPHKa 

CU Ky6a. 

M CZ Heiuacaa pecny6iiHKa 

DE TepMaHH* 

DK HaHHa 

DM flOMHHHKa 

DZ Ajl5KHp B 

EC 3KBaaop 

EE 3CTOHHH 

ES HcnaHHa 

FI <t>HHJI*HHH5l 

IS GB Be/iHKo6pnTaHHa 

IS GD TpeHaaa 

IS GE Tpy3H* 

H GH TaHa 



IS 
IS 

IS 



B5 KZ Ka3axcraH 
LC CeHT-JliocHa 
LK UIpH JIaHKa 
\H LR JlH6epi« 

EI LS JlecoTO 

H LT JlHTBa 
E3 LU JliOKceM6ypr 
13 LV JlaTBH* 

MA MapOKKO 

MD Pecny6jiHKa MomiOBa 

MG MaaaracKap 

MK EbiBuiaa KDrocjiaBCKasi pecny6- 

jiHKa ManeiioHmi 

MN MoHrojiHH 

H MW MajiaBH 

IS MX MeKCHKa 

MZ Mo3aM6HK 

NO HopBerwi 

NZ HoBaa 3e^aRaH« 



IS 



IS 



IS 
IS 



OM OMaH 

PH O hjih nn HHB2 

PL nojiBUia 

PT IlopTyrafiHii 

RO PyMbiHHfl 

RU PoccHiicKaa Oeiiiepaumi 

SC Cefiiuejibi 

SD CyjiaH 

SE UlBeixua 

SG CHHranyp 

SK CjiOBaicHJi 

SL Cteppa-JIeoHe 

T J TaaaeHKHcraH 

TM TypKMeHHcrraH 

TN TyHHC 

TR TypuiM 

TT TpHHHaaa h To6aro 

TZ TaH3aHH5i 

UA YicpaHHa. 

UG YraHiia 

US CoenHHeHHbie IllTaTbi AMepHKH 



IS 
IS 



UZ Y36eKncTaH 

VC CeHT-BHHceHT h TpeHaaHH 

VN BberHaM 

YU KDrocjiaBmi 

ZA KZbKHaa A(J)pHKa 

ZH 3aM6H* 

ZW 3HM6a6Be 



Eokcw 3ape3epBHpOBaHHwe una yKa3aHH5i rocyjapcTB, KOTopwe era™ ynacTHMKaMH PCT nocne BbinycKa aaHHoro JiHcrra 

□ □ □ 

□ □ □ 



YnoMHHaHHe o npenBapHTejibHbix yK33aHHHx: B aono/iHeHHe k yxa3aHi«M, caejiaHHbiM swiiie, 3ajiBHTenb, b cootbctctbhh c 
npaBH/iOM 4.9(b), iie^aeT TaioKe Bee yKa3aHH«, ^onycTHMbie b cootbctctbhh c PCT, 3a hckjiiohchhcm yKa3aHHH (yKa3aHHH), 
npHBeneHHoro b ^ononHHTeJibHofi rpa(})e b KanecTBe HCKJiiOHeHHbix H3 naHHoro ynoMHHaHHH, h 3aHBn5ieT, hto 3th iionojiHHTe^bHbie 
yKa3aHH5i nonjie^caT noziTBep>icaeHHio, h hto nio6oe ynasaHHe, He noziTBepHcaeHHoe no HcreHeHHJi 1 5 MecaueB c iiaTbi npnopHTera, 
non>KHO cHHTaTbCJi HTbaTbiM 3a«BHTe^eM Ha MOMeHT HCTeneHHa 3Toro cpoKa. (T7odmeepDfcdeHue(eKJitOHaji onnamy noumuHbi) donotcno 
6bimb npedcmaejieno e nojiynafoufee eedoMcmeo e npedejiax 1 5-Mecfmnoao cpOKa) 



EiiaHK PCT/RO/I01(8TopoH jihct)( ilHBapb 2003) 



Cm. noncnenuR k 6nanKy 3aHenenuH 
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rpacfra VI 3AHBJIEHHE HA riPHOPHTET 



IlocjieziyiomHe npnTJoaHMfl Ha npHopHTCT 
noHBeiieHbi b jJonojiHHTejibHofl road* 



HacroflmnM HcnpaumBaeTca npHOpHreT cjieflyiomefl(nx) npe,mi]ecTByiomeil(Hx) 3aaBKH(oic): 



CTpaHa 

(e Komopyto wiu e omHoiuenuu 
Komopou 6bina nodana 3aneKa) 



j^aTa noiianH 
(deHb/juecmf/eod) 



HOMep 3aHBKH 



BeaoMCTBO noaaHH 
(mojibKO dux peauoHcuibHbix u 
MeptcdynapodHbix 3axeoK) 



(1) 



(2) 



(3) 



[JoAtemumb cjiedyroiuyro KJiemvy, earn 3aeepeHHan Konim npedwecmey/outeu 3axeKu ebidaemcn eedoMcmeoM, Komopoe dnn Hacmomneu Ateotcdynapod- 
nou 3aneKu nenaemcR IlojiyuatoufUM eedoMcmeoM (npu ycjioeuu ywiantbi ycmaHoejieHHOU nouuiuHbi): 
ripomy noJiynaiomee bchomctbo HanpaBHTb MeHcnyHapo/moMy 

6iopo 3aBepeHHbie koiihh 3£uib6k, yKa3aHHbix Bbiuie noaN 




rpac|>a VII MEHCflyHAPOAHblfi IlOHCKOBblH OPrAH 



ISA/EP 



Bbi6op MoKAyHapoAHoro nouCKOBpro opraiia (ISA) 

(Ecjiu KOMttemeHmHbiMU e npoeedenuu MeDtcdynapodnozo houcko nejintomcx dea wiu 6ojtee Aiejtcdy- 
napodHbix noucKoebix opzcma, nc&eamb odun U3 hux; mookho ucnoiib3oeamb 6eyx6yKseHHbiu Kod): 

IlpeaiijeCTByioimift iiohck 3anoi\Hnemcn t ecjiu y MeofcdyHapodnozo noucKoeozo opzana yotce 3anpauiueajicsi noucK (MeMcdynapodHbiu, Mejtcdy- 
HapodHozo muna wiu uhou) u ezo npocnm no eo3MootCHOcmu ocnoebieamb MeotcdynapodHbiu noucK ho pesynbtnamax panee npoeedennozo 
noucKa. Tlpocbda udenmucpunupoeamb noucx jiudo ccbuiKou ho coomeemcmeytoiqyio 3aHeKy (wiu ee nepeeod), nu6o ccbuiKou na 3okq3 Ha noucK\ 
CTpaHa (wiu pezuoHOfibHoe eedoMcmeo): #ara (deHb/AtecHu/zod): HoMep: 



r P a<|>a VIII KOHTPOJIbHbIM IlEPEHEHb; JBblK nO^AHH 



Hacroamaa MeacayHaponHaa 3a*BKa caaepacHT 
cjiejayiomee kojihhcctbo jihctob: 



i. 


3aflB;ieHHe 


4 


J1HCTOB 


2. 


onHcaHHe 


15 


J1HCTOB 


3. 


4>opMyjia 


2 


JIHCTOB 


4. 


pec^par 


2 


J1HCTOB 


5. 


MepTOKM 


1 


J1HCTOB 



Bcero 



24 



J1HCTOB 



K HacroHLueft MeacayHapoflHofi 3aflBKe npHiiomenbi cjieayiomHe AOKyMeHTbi: 



1 . OTaeJibHaa noaiiHcaHHaji 

AOBepeHHOCTb 

2. Komia o6inefi 

AOBCpCHHOCTH 

3. pa3T>acHeHHH no noBO/jy - 

OTCyTCTBHfl HOflriHCH 

4. npHopHTCTHbiii(e) ju>icyMeHT(bi) 



5. jihct pacnera nomnnH 

6. HH(J)OpMaiXHH O AenOHHpOBaHHH 

MHKpOOpraHH3MOB 

7. nepeneHb nocjicaoBaTejibHOcrefi 

Hy KJieOTH no B/aM hho khc jiot 

8. npOHee {yKa3amb)\ 



HHOKHCJIOT 



Onrypa N° 


. 1 £ Cp« -- a-S Us±t 

nepTOKefl (ecjiH hmciotch) npezuiaraeTCH mn ny6jiHKauHH c pe(J)epaTOM. 




rpa(J)a IX 


noariHCb 3AHBHTEJIH HJIH ArEHTA 
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npeiinojiaraeMyio MOKziyHapoztHyio 3a«BKy: 
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METHOD FOR PROCESSING SULFIDE MINERALS AND 

CONCENTRATES. 

The method is referred to hydrometallurgical process and serves for 
recovery of nonferrous, rare and precious metals from sulfide minerals and 
concentrates. 

The practice of sulfide ores processing is based on the fact that essential 
amounts of nonferrous, rare and precious metals are constituents of the sulfide 
mineral structure and cannot be extracted without oxidation of the sulfides. Rich 
ores are processed by direct oxidation, while gravity- and flotation concentrates 
are usually obtained from poor ores, major amount of sulfide minerals transferring 
to the concentrates. 

The known methods for oxidation of sulfide ores and concentrates, like 
roasting, pressurized autoclave oxidation, nitric acid oxidation, bacterial 
oxidation, etc. have significant shortcomings, which hamper their extensive use in 
current industrial practice. 

The known method of hydrometallurgical recovery of metals from ores, 
which is described in PCT application No. 94/17216, Int. CI..: C22B 3/44, 3/06, 
3/08, 3/00, 15/00, Publication Date 4.08.1994, has much in common with the 
invention proposed and consists in oxidation of sulfide minerals by nitric acid. 
Oxidation of sulfide minerals with concentrated nitric acid gives rise to nitric acid 
thermal decomposition effect catalyzed by transition metal cations transferred into 
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solution from the concentrate. It results in the necessity to spend 3-6 weight 
amounts of acid of theoretically required one, which makes the oxidation unfit for 
economic reasons. Besides, after the concentrates oxidation with nitric acid the 
solution contains a great amount of nitrates, which impedes their safe discharge to 
the environment. 

There are well-known processes reducing consumption of nitric acid for 
concentrates oxidation due to feed of pure oxygen to the oxidation reactor to 
convert nitrogen oxides into regenerated nitric acid directly in the reactor. One of 
the processes is described in the PCT application No. 97/11202, Int. CL: C22B 
3/06, 11/00, Publication Date: 27.03.97. However, the processes due to 
thermodynamic reasons involve oxidation of a portion of sulfide sulfur to 
elementary sulfur, which shields the surface of gold and other precious metals and 
deteriorates their further recovery. 

One feature in common between the Prior Art and technical approach 
proposed consists in the stage of sulfide mineral oxidation by nitric acid. The 
action of nitric acid brings about transfer of metal into solution, which facilitates 
its recovery. 

The technical approach proposed describes the process, which permits: 

1. Oxidation of sulfide minerals contained in ores and concentrates for 
subsequent, as complete as practicable, recovery of nonferrous, rare and precious 
metals (using the well-known techniques), 

2. Oxidation of sulfide minerals that occurs under conditions ruling out 
formation of elementary sulfur with simultaneous hydrolysis of trivalent iron into 
compounds binding arsenic into water-insoluble form, 

3. Using nitrogen oxides as a catalyst of sulfides oxidation, moreover, the 
regeneration of nitrogen oxides from lower valence forms into higher ones is 
realized using either air or oxygen, 
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4. Using nitrogen compounds, which are catalysts of sulfide oxidation, in 
the most active form, i.e. as nitrous acid and its oxides. 

The invention is aimed at creating conditions for the most complete 
extraction of metals, preventing formation of elementary sulfur. 

The objective is attained by means of the following: the 
hydrometallurgical method of sulfide minerals and concentrates processing, which 
involves sulfide minerals oxidation in aqueous medium using nitrogen oxides, 
envisages that the sulfide materials containing slurry are subjected to oxidation of 
the sulfide and the oxidation is realized under controlled conditions of the slurry 
acidity, i.e. with constant neutralization of sulfuric acid formed as a result of the 
sulfides oxidation, moreover, sulfuric acid is neutralized to acidity level, at which 
no formation of elementary sulfur occurs, while natural or artificial substances, 
such as CaC0 3 , MgC0 3 , Ca(OH) 2 , CaO, NaOH, CaHP0 4 etc., are used as acidity 
neutralizes; the choice of a specific neutralizer is dictated by the necessity of 
formation of slurry neutralization products with assigned physicochemical 
properties: filterability, slurry thickening, arsenic substance insolubility, non- 
toxicity and other required properties. Oxidation of sulfide minerals is realized 
under agitation providing sufficient mass exchange and efficient occurrence of 
chemical reactions. Oxidation is realized in the temperature range of 20-90°C, 
mainly in the range of 65-85°C. The required temperature is maintained by 
removal of heat released during sulfides oxidation from the oxidation reactors. 
The liquid-to-solid ratio may vary from 1 : 1 to 5 : 1 , depending on the effectiveness 
of the required precipitate formation and proceeding of sulfide oxidation 
reactions. Nitric and nitrous acids, as well as their oxides, mainly nitrous acid, 
HNO2, and its oxide, N2O3, are used as oxidizing agents in this patent application. 
Air or oxygen is used for regeneration of nitrogen oxides from NO to N2O3. 
Absorption of nitrogen oxides for their separation from the air inert nitrogen is 
realized by sulfuric acid solutions, their prevailing concentration 75-98%. Sulfuric 
acid denization is realized both thermally by heating mainly to a temperature not 
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exceeding 250°C, and chemically, i.e. by introduction of denitrating substances, 
like alcohols, formaldehyde and other chemical reducing agents. Absorption of 
nitrogen oxides for their separation from inert nitrogen in the air is realized in 
agreement, using monovalent copper salt solutions. Denitration of the monovalent 
copper salt solutions is realized by dosed supply of compressed air, possibly with 
simultaneous heating of the solution. Monovalent copper solutions may contain 
stabilizing agents impeding copper oxidation from monovalent to bivalent one, as 
bivalent copper solutions are not effective solvents of NO. The well-known 
substances, namely tributyl phosphate and adipodinitrile, as well as reducing 
agents like formaldehyde, hydrazine, etc. can be used as stabilizing agents. 
Nitrogen oxide regeneration process involving NO oxidation by pure oxygen is 
realized at a temperature of 15-25°C in individual regeneration oxidizer, which 
permits converting NO into N2O3 and preventing nitric acid accumulation in the 
slurry. 

The flowsheets illustrated in Fig. 1-3 are provided for clarifying the 
essence of the technical approach proposed. The flowsheet in Fig. 1 depicts 
schematically the hardware for oxidation of sulfide ores and concentrates with 
nitrogen oxides regeneration by air and absorption by sulfuric acid, where: 

1 - sulfide ores and concentrates oxidation reactor 

2 — blower 

3 — oxidizer 

4 - absorber 

5 - denitrator 
6 -pump 

7 - fan. 

Flowsheet in Fig.2 depicts schematically the hardware for oxidation of 
sulfide ores and concentrates with absorption of nitric oxide by copper salts and 
regeneration with air, where: 

1 - sulfide ores and concentrates oxidation reactor 
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2 — blower 

3 - oxidizer 

4 - absorber 

5 - denitrator 

6 — pump 

7 - fan. 

Flowsheet in Fig. 3 depicts schematically the hardware for oxidation of 
sulfide ores and concentrates with regeneration of nitrogen oxides with oxygen, 
where: 

1 - sulfide ores and concentrates oxidation reactor 
3 — oxidizer 
6 - pump. 

Description of the technological process: 

The schematic hardware block diagram for oxidation of sulfide ores and 
concentrates with nitrogen oxides regeneration by air and absorption by sulfuric 
acid is provided in Fig. 1 . Oxidation of sulfide minerals takes place in reactor 1 
equipped with a slurry stirring device. Gases from the reactor top section, 
consisting primarily of NO, enter oxidizer 3, to which from blower 2 via regulator 
the air enters in the amount necessary for NO oxidation to N2O3. Downstream of 
the oxidizer nitrous gases enter absorber 4, where nitrous gas is absorbed by 
sulfuric acid solution, after that nitrogen via fan 7 is released to the atmosphere, 
while sulfuric acid saturated with nitrous gases enters denitrator 5. In the 
denitrator as a result of heating and interaction with special chemical additions 
sulfuric acid evolves nitrous gases, absorbed by the acid in the absorber, into 
gaseous phase, and then the gases enter the sulfides oxidation reactor. After 
denitration sulfuric acid is fed by pump 6 to absorber 4 for continuing the nitrous 
gases absorption. 
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The schematic hardware block diagram for oxidation of sulfide ores and 
concentrates with absorption of nitric oxide by copper salts and regeneration with 
air is provided in Fig. 2. Oxidation of sulfide minerals takes place in reactor 1 
equipped with a slurry stirring device. Gases from the reactor top section, 
consisting primarily of NO, enter absorber 4, where nitric oxide, NO, is absorbed 
by copper salt solution, after that nitrogen via fan 7 is released to the atmosphere, 
while copper salt solution saturated with nitric oxide, enters denitrator 5. In the 
denitrator as a result of NO oxidation and interaction with special chemical 
additions copper salt solution evolves into gaseous phase nitrogen oxide, NO, 
absorbed in the absorber, which enters oxidizer 3, to which air is fed from blower 
2 via a regulator in the amount necessary for NO oxidation to N2O3. From 
oxidizer 3 nitrous gases enter the sulfides oxidation reactor. 

The schematic hardware block diagram for oxidation of sulfide ores and 
concentrates with regeneration of nitrogen oxides by oxygen is provided in Fig. 3. 
Oxidation of sulfide minerals takes place in reactor 1 equipped with a slurry 
stirring device. Gases from the reactor top section, consisting primarily of NO, 
enter oxidizer 3, to which pure oxygen is fed in the amount necessary for N2O3 
formation. Regenerated nitrogen oxides are fed by pump 6 to the sulfides 
oxidation reactor. 

Oxidation of sulfide ores and concentrates is realized with observing and 
controlling the following conditions: 

1 . The slurry acidity is controlled so that the concentration of free sulfuric 
acid formed during sulfide sulfur oxidation in not in excess of 10-20 g/1 of the 
slurry. It is achieved by introducing substances, which neutralize acidity, into the 
slurry. CaCOs, MgCOs, CaO, Ca(OH) 2 , CaHP0 4 , NaOH and other natural or 
artificial acidity neutralizes can be among the substances mentioned. When 
choosing a specific neutralizer, one should bear in mind the necessity to form 
precipitates, i.e. products of the slurry neutralization and trivalent iron hydration, 
featuring the assigned properties: thickening ability, filterability, insolubility of 
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arsenic, antimony compounds, and other toxic substances contained in 
precipitates. The above-mentioned conditions permit oxidizing all sulfide sulfur to 
sulfate one without formation of the elementary form. Simultaneously arsenic, 
antimony and other toxic elements for the process and the environment are 
transferred to water-insoluble state. 

2. The process of oxidation in the reactor is arranged so that nitrous acid, 
HNO2, and its oxide, N2O3., are oxidizing agents, while the air oxygen is used for 
the acid and its oxide regeneration. For this purpose, gases from the sulfide 
concentrates oxidation reactor (Fig. 1, pos. 1) consisting largely of NO, enter the 
oxidizing volume (Fig. 1, pos. 3), to which the air is dosed, allowance made for 
gas mixture analysis, for NO oxidation to N2O3 by the reactions: 

2 NO + 0 2 = 2 N0 2 
N0 2 + NO = N2O3 

NO2 formed as a result of NO oxidation by the air oxygen at a temperature 
below 140°C has a tendency towards polymerization with formation of N2O4. 
Accordingly, after NO mixing with oxygen in gas phase, chemical equilibrium of 
NO, O2, NO2, N2O3 and inert nitrogen of the air will set in. 

The equilibrium constant of nitrogen dioxide polymerization 

P N204 

2 N0 2 = N 2 0 4 + 56.8 kJ/mol Ka = 

P 2 N02 

in the range of low concentrations of N0 2 is determined by the formula: 



2692 

Lg Ka = + 1.75 lgT + 0.00484 T - 7.144*10' 6 T 2 + 3.062 

T 
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If concentration C (vol.%) of N0 2 > 10%, the equilibrium constant is 
expressed by the following empirical equations: 

25°C Ka = 0.1426- 0.7588 C N2 04 

35°C Ka = 03183- 1.591 C N20 4 

45°C Ka = 0.6706- 3.382 C N20 4 

where C N204 - content of nitrogen oxides in terms of N2O4, mol/liter 

0.5 P N02 + 2 P N204 
C N204 = ■ 

R*T 

where P N 02 and P N204 - partial gas pressure, atm. 
Rate constant of N2O3 formation: 

P N203 

NO + N0 2 = N 2 0 3 Kb = 

P NO * P N02 

is determined by the following empirical equations: 
25°C Kb = 2.105 -45.63 C N203 
35°C Kb = 3.673- 78.1 1 C N2 o3 
45°C Kb = 6.88 - 196.4 C N 203 
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where C N 203 - content of NO, N0 2 , N 2 0 4 in terms of N 2 0 3 , mol/liter 

1 

C N203 = 0.5 (P NO + P N02 + 2P N20 4) * 

R*T 

Thermodynamic calculations made for gas mixtures different in 
composition at various temperatures and pressures proved that it is actually 
impossible to select conditions permitting formation of solely N 2 C>3. The presence 
of nitrogen oxides like N0 2 and N 2 0 4 further gives rise to formation of nitric acid 
in the oxidation reaction, which is undesirable in the framework of this process. 
The process of present invention permits solving the problem: 
For separating nitrogen oxides formed in the oxidizer (Fig. 1, pos. 3) from 
atmospheric nitrogen and other inert gases contained in the gas mixture, nitrogen 
oxides are absorbed by sulfuric acid solution in the absorber (Fig. 1, pos. 4). 
During N0 2 nitrogen dioxide absorption by sulfuric acid the following reactions 
occur: 

2 N0 2 + H 2 S0 4 = HNSO5 + HNO3 

Nitric acid, HN03, formed in highly acidic medium of sulfuric acid 
interacts with HNSO5 by the reaction: 

HNSO5 + HNO3 = H 2 S0 4 + 2 N0 2 

Hence, absorption of N0 2 and N 2 0 4 by sulfuric acid is inefficient, as it 
results in formation of the initial substances. 

Absorption of nitrogen oxides in the form of N 2 C>3 by sulfuric acid is very 
effective, since interaction is complete with formation of HNSO5: 
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N 2 0 3 + H 2 S0 4 = HNSO5 + HNO3 
2 HNO3 = H 2 0 + N2O3 

Thus, nitrogen oxides in the form of N2O3 are absorbed completely by 
sulfuric acid solutions. 

NO solubility in sulfuric acid solution is insignificant and at a temperature 

of 20°C under normal pressure it is: 

H2SO4 concentration % 100 45 24 0 
NO content % 0.0025 0.002 0.005 0.009 

The data above suggest that when a mixture of gases consisting of NO, 
N0 2 , N2O3, N 2 0 4 and inert gases is fed to the absorber, solely N 2 0 3 will react 
irreversibly with sulfuric acid. Accordingly, concentration of N2O3 will decrease 
and chemical reactions will takes place towards its formation. The rates of gas 
reactions are very high and equilibrium in the system sets in 0.1-0.5 sec, which 
permits absorbing nitrogen oxides in the form of N2O3 in the absorber in the 
course of gas residence in it. 

3 . To decrease the loss of nitrogen oxides with flue gases, stemming from 
partial pressure of nitrogen oxides above sulfuric acid, nitrous gases absorption 
will be realized by sulfuric acid, its concentration 75-98%. Advisability of using 
sulfuric acid solutions with the above-mentioned concentration limits is dictated 
by the degree of hydrolysis of nitrosyl sulfuric acid, HNSO5, in H2SO4 solutions, 
and, accordingly, by pressure of nitrogen oxides over H2SO4 surface. 



H2SO4 concentration % 98 95 92 90 87 80 70 57 
% of HNSO5 hydrolysis 1.1 4 7.3 12.4 19.4 27.7 49.8 100 
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4. Sulfuric acid saturated with nitrous gases enters the denitrator (Fig. 2, 
pos. 5), where thermal and chemical decomposition of nitrosyl sulfuric acid, 
HNSO5, occurs with formation of the initial acid and nitrous acid, HNO2. The 
decomposition takes place largely as a result of heating, but chemical denitrating 
agents, like alcohols, formaldehydes and other chemical reducing agents, can also 
be used for sulfuric acid denization. High temperature (up to 250°C) and the 
chemical substances give rise to nitrosyl sulfuric acid and nitrous acid 
decomposition with evolution of N2O3, which in its turn at this temperature 
provides equimolar mixture of NO and N0 2 . The gas mixture is fed to the 
oxidation reactor (Fig. 2, pos. 1), where oxidation of sulfide concentrates stems 
from the effect of nitrous acid formed upon interaction between nitrous gases and 
the slurry water. 

For saving high-temperature energy media, which are to be used for 
nitrosyl sulfuric acid heating up to 250°C, copper salt solutions can be used in the 
process of nitrogen oxides regeneration instead of sulfuric acid. It is a well-known 
fact that aqueous solutions of monovalent copper salt dissolve readily nitric oxide, 
NO. In the flowsheet depicted in Fig. 2 waste gases from sulfide ores and 
concentrates oxidation reactor (Fig. 2, pos. 1) and largely consisting of NO, are 
absorbed in the absorber (Fig. 2, pos. 4) by monovalent copper salt solution. 
Chlorides, sulfates, ammonium and other water-soluble salts of monovalent 
copper can be used as active compounds for nitrogen oxides absorption. 
Monovalent copper solution saturated with nitric oxide enters the denitrator 
(Fig. 2, pos. 5), to which from the blower (Fig. 2, pos. 2) compressed air is dosed, 
possibly with simultaneous heating of the solution. Nitric oxide, NO, is oxidized 
in dissolved form to N2O3, that is not absorbed by monovalent copper solution and 
is removed to the oxidizer (Fig. 2, pos. 3). Final correction of the degree of NO 
oxidation to N2O3 form occurs in the oxidizer, after that nitrous gases are fed to 
the oxidation reactor (Fig. 2, pos. 1). 
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Denitrated solution of copper salts from the denitrator (Fig. 2, pos. 5) by 
the pump (Fig. 2, pos. 6) is fed for the absorber (Fig. 2, pos. 4) sprinkling. Neutral 
nitrogen of the air, which failed to dissolve in the copper salt, is sucked out by the 
fan (Fig. 2, pos. 7) and is released to the atmosphere. Monovalent copper 
solutions may contain stabilizers preventing copper oxidation from monovalent to 
bivalent one, as bivalent copper solutions are not effective solvents of NO. The 
well-known substances like tributyl phosphate and adipodinitrile, along with other 
reducing agents, such as formaldehyde, hydrazine, etc., can be used as the 
stabilizers. 

When pure oxygen is used for NO oxidation in regeneration, the hardware 
block diagram is much simpler, as there is no necessity to remove inert nitrogen 
of the air from the system. Meanwhile, implementation of a separate regeneration 
oxidizer (Fig. 2, pos. 3) is an essential element of our new technology, as it 
permits regeneration by NO converting into N2O3 and avoiding nitric acid 
accumulation in the slurry. Oxygen feeding directly to the oxidation reactor will 
give rise to parallel formation of nitric and nitrous acids, since the conditions of 
concentrates oxidation (65-85°C) and conditions of nitric acid regeneration differ 
in temperature and pressure. 

Examples of specific implementation of the method claimed: 

1. Copper ore featuring the composition: pyrite - 80%, chalcopyrite - 4%, 
sphalerite and galenite -1%, quartz - 7%, chlorite - 2%, serecite - 2%, barite, 
epidote — up to 1 % underwent oxidation according to the hardware block diagram 
depicted in Fig. 1 . 

Chemical composition of the ore is: copper - 1.54%, zinc - 0.46%, 
sulfur - 42.4%, iron - 40.6%, silicon oxide - 9.8%, aluminium oxide - 2.4%, 
magnesium oxide - 0.42%, calcium oxide — 0.1%, potassium oxide — 0.22%, 
sodium oxide - 0.12%, gold - 1.4 g/t, silver 13 g/t. 
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It took 4 hours to realize the oxidation process at the process temperature 
in the oxidation reactor of 75°C. Turnover of nitric oxide in terms of NO made up 
940 grams per kg of the ore in the period of the process conduct. Temperature in 
the absorber (Fig.l, pos. 4) was maintained at a level of 26°C, temperature in the 
denitrator (Fig. 1, pos. 5) - at a level of 130°C, ethyl alcohol in the amount of 
2 ml per liter of denitrated sulfuric acid solution was used for denization 
promotion. Sulfuric acid formed was neutralized by introducing of Ca(OH) 2 into 
the slurry solution to the level of residual acidity 5 g/1 in terms of sulfuric acid. No 
formation of elementary sulfur was observed as a result of the oxidation process 
under controlled conditions of the slurry acidity. According to chemical analysis 
data the content of sulfide sulfur in the cake after the process completion made up 
1.6%. Transfer of copper into solution amounted to 98.5% of the initial content in 
the ore, that of zinc - 97% of the initial content in the ore. 

The cake was cyanidated after washing and neutralization. Gold recovery 
made up 94%, that of silver - 91% of the initial content in the ore. 

2. Mixed flotation concentrate of the following composition: 

copper - 22.5%, zinc - 3.9%, sulfide sulfur - 40%, iron - 32.6%, silicon 
oxide - 0.5%, aluminium oxide - 0.4%, lead - 0.18%, organic carbon - 0.22%, 
gold - 10.6 g/t, silver 71.4 g/t, was subjected to oxidation according to the 
hardware block diagram depicted in Fig. 2. 

Duration of the oxidation process made up 6 hours, at the process 
temperature in the oxidation reactor 80°C. Turnover of nitrogen oxide in terms of 
NO amounted to 1 670 g/kg of ore during the period of the process. Temperature 
in the absorber (Fig.l, pos. 4) was maintained at a level of 26°C, temperature in 
the denitrator (Fig. 1, pos. 5) - at a level of 70°C, formaldehyde in the amount of 
0.7 g/liter of solution being used as copper chloride solution stabilizer. Sulfuric 
acid formed was neutralized by introducing solution of Ca(OH>2 to the slurry to 
the level of residual acidity of 3 g/1 in terms of sulfuric acid. As a result of the 
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process conduct with control over the slurry acidity, no formation of elementary 
sulfur was observed. 

According to chemical analysis data the content of sulfide sulfur in the 
cake after the process completion made up 2.1%. Copper transfer to solution made 
up 99.1% of the initial content in the ore, that of zinc - 98.3% of the initial 
content in the ore. 

After washing and neutralization the cake was cyanidated. Recovery of 
gold proved to be 97%, that of silver - 94% of the initial content in the ore. 

3. Pyrrhotine ore featuring the following composition: 

pyrrhotine - 67.2%, chalcopyrite - 11.1%, pentlandite - 9.5%, 
magnetite - 5.7%, non-ore minerals - 5.7%, titanomagnetite - 0.2% was oxidized 
using the hardware block diagram shown in Fig. 3. 

Chemical composition: 

silicon oxide - 1.6%, aluminium oxide - 1.85%, iron - 52.1%, sulfide 
sulfur - 30.8%, calcium oxide - 1.03%, magnesium oxide - 0.33%, sodium oxide 
- 0.17%, potassium oxide - 0.14%, manganese oxide - 0.11%, copper - 3.67%, 
nickel - 4.2%, cobalt - 1310 g/t, platinum - 1.5 g/t, palladium - 2.2 g/t. 

The oxidation process was conducted for 4.4 hours, at the process 
temperature in the oxidation reactor 75°C. Oxygen consumption for the ore 
oxidation was 340 g/kg of ore during the process. Sulfuric acid formed was 
neutralized by introducing solution of Ca(OH) 2 to residual acidity level of 7 g/1 in 
terms of sulfuric acid, 50 g/1 NaCl being added to the solution for complexing 
properties. As the oxidation process was conducted with control over the slurry 
acidity, no elementary sulfur formation was observed. According to chemical 
analysis data the content of sulfide sulfur in the cake after the process completion 
was 1.1%. Copper transfer to solution made up 94.3%, nickel - 96.3%, cobalt - 
93.3%, platinum - 91 .4%, palladium - 95.2 % of the initial content in the ore. 

It follows from the reasoning above that the proposed hydrometallurgical 
method of sulfide minerals and concentrates processing differs from the known 
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ones, therefore, the method proposed corresponds to the "novelty" criterion. 
Comparison of the approach proposed with the Prior Art and other technical 
approaches in this field of technology permitted identification of signs, which 
make the proposed approach different from the Prior Art, meanwhile, the 
differences considered are implicit, which suggests conclusion on compliance of 
the approach proposed with the "inventive level" criterion. The technical approach 
has industrial applications. 
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CLAIMS 

METHOD FOR PROCESSING SULFIDE MINERALS AND 

CONCENTRATES. 

1. The method of sulfide minerals and concentrates processing, which 
involves sulfide minerals oxidation in aqueous medium using nitrogen oxides, 
envisages that the sulfide materials containing slurry are subjected to oxidation of 
the sulfide and the oxidation is realized under controlled conditions of the slurry 
acidity, i.e. with constant neutralization of sulfuric acid formed as a result of the 
sulfides oxidation, moreover, sulfuric acid is neutralized to acidity level, at which 
no formation of elementary sulfur occurs, while natural or artificial substances, 
such as CaC0 3 , MgC0 3 , Ca(OH) 2 , CaO, NaOH, CaHP0 4 etc., are used as acidity 
neutralizes; the choice of a specific neutralizer is dictated by the necessity of 
formation of slurry neutralization products with assigned physicochemical 
properties: filterability, slurry thickening, arsenic substance insolubility, non- 
toxicity and other required properties. Oxidation of sulfide minerals is realized 
under agitation providing sufficient mass exchange and efficient occurrence of 
chemical reactions. Oxidation is realized in the temperature range of 20-90°C, 
mainly in the range of 65-85°C. The required temperature is maintained by 
removal of heat released during sulfides oxidation from the oxidation reactors. 
The liquid-to-solid ratio may vary from 1 : 1 to 5 : 1 , depending on the effectiveness 
of the required precipitate formation and proceeding of sulfide oxidation 
reactions. Nitric and nitrous acids, as well as their oxides, mainly nitrous acid, 
HNO2, and its oxide, N2O3, are used as oxidizing agents in this patent application. 

2. Air or oxygen is used for regeneration of nitrogen oxides from NO to 

N2O3. 

3. Absorption of nitrogen oxides for their separation from the air inert 
nitrogen is realized by sulfuric acid solutions, their prevailing concentration 
75-98%. Sulfuric acid denitration is realized both thermally by heating mainly to a 
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temperature not exceeding 250°C, and chemically, i.e. by introduction of 
denitrating substances, like alcohols, formaldehyde and other chemical reducing 
agents. 

4. Absorption of nitrogen oxides for their separation from inert nitrogen in 
the air is realized in agreement, using monovalent copper salt solutions. 
Denitration of the monovalent copper salt solutions is realized by dosed supply of 
compressed air, possibly with simultaneous heating of the solution. Monovalent 
copper solutions may contain stabilizing agents impeding copper oxidation from 
monovalent to bivalent one, as bivalent copper solutions are not effective solvents 
of NO. The well-known substances, namely tributyl phosphate and adipodinitrile, 
as well as reducing agents like formaldehyde, hydrazine, etc. can be used as 
stabilizing agents. 

5. Nitrogen oxide regeneration process involving NO oxidation by pure 
oxygen is realized at a temperature of 15-25°C in individual regeneration oxidizer, 
which permits converting NO into N2O3 and preventing nitric acid accumulation 
in the slurry. 
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ABSTRACT 

METHOD FOR PROCESSING SULFIDE MINERALS AND 

CONCENTRATES. 

The method is referred to hydrometallurgical process and serves for 
recovery of nonferrous, rare and precious metals from sulfide minerals and 
concentrates. 

The invention is aimed at creating conditions for the most complete 
extraction of metals, preventing formation of elementary sulfur. 

The objective is attained by means of the following: the 
hydrometallurgical method of sulfide minerals and concentrates processing, which 
involves sulfide minerals oxidation in aqueous medium using nitrogen oxides, 
envisages that the sulfide materials containing slurry are subjected to oxidation of 
the sulfide and the oxidation is realized under controlled conditions of the slurry 
acidity, i.e. with constant neutralization of sulfuric acid formed as a result of the 
sulfides oxidation, moreover, sulfuric acid is neutralized to acidity level, at which 
no formation of elementary sulfur occurs, while natural or artificial substances, 
such as CaC0 3 , MgC0 3 , Ca(OH) 2 , CaO, NaOH, CaHP0 4 etc., are used as acidity 
neutralizes; the choice of a specific neutralizer is dictated by the necessity of 
formation of slurry neutralization products with assigned physicochemical 
properties: filterability, slurry thickening, arsenic substance insolubility, non- 
toxicity and other required properties. Oxidation of sulfide minerals is realized 
under agitation providing sufficient mass exchange and efficient occurrence of 
chemical reactions. Oxidation is realized in the temperature range of 20-90°C, 
mainly in the range of 65-85°C. The required temperature is maintained by 
removal of heat released during sulfides oxidation from the oxidation reactors. 
The liquid-to-solid ratio may vary from 1:1 to 5 : 1 , depending on the effectiveness 
of the required precipitate formation and proceeding of sulfide oxidation 
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reactions. Nitric and nitrous acids, as well as their oxides, mainly nitrous acid, 
HN0 2 , and its oxide, N 2 0 3 , are used as oxidizing agents in this patent application. 
Air or oxygen is used for regeneration of nitrogen oxides from NO to N2O3. 
Absorption of nitrogen oxides for their separation from the air inert nitrogen is 
realized by sulfuric acid solutions, their prevailing concentration 75-98%. Sulfuric 
acid denization is realized both thermally by heating mainly to a temperature not 
exceeding 250°C, and chemically, i.e. by introduction of denitrating substances, 
like alcohols, formaldehyde and other chemical reducing agents. Absorption of 
nitrogen oxides for their separation from inert nitrogen in the air is realized in 
agreement, using monovalent copper salt solutions. Denitration of the monovalent 
copper salt solutions is realized by dosed supply of compressed air, possibly with 
simultaneous heating of the solution. Monovalent copper solutions may contain 
stabilizing agents impeding copper oxidation from monovalent to bivalent one, as 
bivalent copper solutions are not effective solvents of NO. The well-known 
substances, namely tributyl phosphate and adipodinitrile, as well as reducing 
agents like formaldehyde, hydrazine, etc. can be used as stabilizing agents. 
Nitrogen oxide regeneration process involving NO oxidation by pure oxygen is 
realized at a temperature of 15-25°C in individual regeneration oxidizer, which 
permits converting NO into N2O3 and preventing nitric acid accumulation in the 
slurry. 
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FIG. 1 




